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PROBLEM TO BE SOLVED: To provide a high heat resistant catalyst capable of more 
suppressing sintering of PL 

SOLUTION: This catalyst is constituted of both a particulate carrier 1 consisting of 
oxide and a Pt complex oxide layer 2 formed on the surface of the carrier 1. In this 
case, since a contact area of the Pt complex oxide with the carrier 1 becomes larger, 
compared to the case in which the particulate Pt complex oxide is mixed with the 
particular carrier 1, a suppressing work of sintering of the Pt complex oxide due to the 



carrier is realized to the utmost 
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* NOTICES * 

*P0 and HCIPI are not responsible for any 
damages caused by the use of this translation. 



1. This document has been translated by computer. So the translation may not reflect the original precisely 

2. **** shows the word which can not be translated. 
3.ln the drawings, any words are not translated. 

CLAIMS ~ -— — — — — 

[Claim(s)] — — __ 

[Claim 1] The catalyst for emission gas purification characterized by becoming oxide support and the platinum multiple oxide layer 
formed in this oxide carrier surface more. 

[Claim 2] The manufacture approach of the catalyst for emission gas purification characterized by forming a platinum multiple oxide 
layer in this oxide carrier surface by mixing oxide support in the solution which dissolved the alkoxide containing platinum, hydroryzing 
this alkoxide, and subsequently calcinating. 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 



[Field of the Invention] This invention relates to the catalyst for emission gas purification, the catalyst for emission gas purification 
with which degradation of the purification engine performance was prevented also in detailed hot lean atmosphere about the 
manufacture approach, and its manufacture approach. 
[0002] 

[Description of the Prior Art] Noble metals, such as platinum (Pt). a rhodium (Rh), and palladium. (Pd), are used as a catalyst 
component and these noble metals are supported by oxide support, such as an alumina (aluminum 203), and are used for the catalyst 
for emission gas purification arranged conventionally at exhaust air systems, such as an automobile. In order Pt is generous in resource 
compared with Rh especially and to show high catalytic activity compared with Pd, Pt is mainly used for the catalyst for emission gas 
purification for automobiles. 

[0003] However, Pt oxidizes in hot lean atmosphere and has the problem that surface area decreases by sintering and catalytic activity 
falls remarkably. Moreover, since it is in improvement in an engine performance in recent years, the increment in high-speed transit 
and the inclination for exhaust gas temperature to become still higher by strengthening of emission control etc. further, development of 
a means to control sintering of Pt is called for strongly. 

[0004] Then, the applicant for this patent has proposed Pt the lanthanoids. or the catalyst using a perovskite mold multiple oxide with 
an alkaline earth metal in JP.62-277150.A previously. According to this catalyst since the heat deterioration of Pt and alloying are 
controlled compared with 20Pt/aluminum3 conventional catalyst endurance improves sharply. However, exhaust gas temperature in 
recent years is very high, and is also set for the catalyst of an indication at JP.62-277150A In the field exceeding 900 degrees C, a 
perovskite mold multiple oxide will begin a pyrorysis. Therefore, in order to cope with the further elevateoHemperature-ization of future 
exhaust gas temperature, it is necessary to enable it to control sintering of Pt also in a field which exceeds 1 000 degrees C. 
[0005] Then. inventionHn-tnis-application persons inquired wholeheartedly, and have proposed the catalyst which comes to mix the 
powder and 20gamma-aluminum 3 powder which consist of a Pt multiple oxide containing one sort or two sorts or more of elements 
chosen from Pt an alkaline earth element or a periodic-table 3A group element in JP.10-358A According to this catalyst since Pt is 
incorporated during the crystal of a multiple oxide and is stable, the high thermal resistance of 1000 degrees C or more can be 
attained. 
[0006] 

[Problem(s) to be Solved by the Invention] However, even if it is the catalyst of the indication to JP.10-358A it becomes clear that a 
certain amount of sintering arises in Pt multiple oxide in hot lean atmosphere, and controlling sintering of Pt further is called for This 
invention is made in view of such a situation, and it aims at being able to control sintering of Pt further and making it into the catalyst 
of high thermal resistance. 
[0007] 

[Means for Solving the Problem] The description of the catalyst for emission gas purification of this invention which solves the above- 
mentioned technical problem is to become oxide support and Pt multiple oxide layer formed in the oxide carrier surface more. 
Moreover, the optimal description of the manufacture approach of the catalyst for emission gas purification of this invention for 
manufacturing the above-mentioned catalyst is by mixing oxide support in the solution which dissolved the alkoxide containing Pt 
hydrotyzing an alkoxide, and subsequently calcinating to form Pt multiple oxide layer in an oxide carrier surface 
[0008] 

[Embodiment of the Invention] According to research of this invention persons, sintering in the hot oxidizing atmosphere of Pt multiple 
oxide was the largest when it was Pt multiple oxide independent when it mixed with oxide support, that whose sintering decreases was 
still large, and when Pt multiple oxide layer was formed in an oxide carrier surface in the shape of a thin film, it was found out that 
sintenng is controlled most This invention is made based on this discovery. 

[0009] That is, Pt multiple oxide layer is formed in the oxide carrier surface with the catalyst for emission gas purification of this 
invention. Compared with the case where particle-like Pt multiple oxide and oxide support are mixed by this, the touch area of Pt 
multiple oxide and support becomes large, and it is thought that sintering of Pt multiple oxide is controlled, a kind chosen from an 
alumina, a silica, a titama. a zirconia. Seria, a silica alumina, etc. as oxide support — or two or more sorts can be mixed and used. 
However, these oxides may react with the alkaline earth metal in Pt multiple oxide, the structure of Pt multiple oxide may change and 
catafyuc activity may falL Therefore, it is desirable to use the multiple oxide with which the oxide support itself contains alkaline earth 
En^li r! 0 *, reaction rf oxide ^PP^ and ^ multi P |6 oxide « controlled by this, the endurance of a catalyst improves further 
1001 OJ It is desirable to use the multiple oxide which consists of an alumina, a silica, a titania, a zirconia, Seria, a silica alumina, etc 
alkaline earth metal, or a lanthanoids as such multiple oxide support The desirable percentage is *M=1 at a mole ratio, when aluminum 
Si, Ti, Zr, Ce, etc. are expressed with M and alkaline earth metal or a lanthanoids is expressed with X. : The range of 0.3-1:20 is 
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range of 0.5-1:4 is desirable. 

[001 1] Although the specific surface area of oxide support is so desirable that it is high, an important thing is that specific surface area 
does not change before and behind durability. If specific surface area does not change before and behind durability, effectiveness about 
[ 15m J with sufficient 2/g can be acquired. As a Pt multiple oxide which constitutes Pt multiple oxide layer, the multiple oxide 
expressed with the following chemical formulas, for example is illustrated. 

(1) X4Pt06 (X=Ca.Sr ( Ba^g) 

(2) X'Pt207 Sc. U and Pr make a pie KUROA system in this (X'= Sc. La. Pr) case. 

(3) SrX M Pt06 These (X"=Co. nickel. Cu) One Sr of Sr4Pt06 is permuted. 

(4) Ba2ZPt06(Z =Pr,Ce) 

(5) What Cu. nickel CO. Fe. etc. contained further can be preferably used for Ba8Y3Pt 401 7.5 and the above-mentioned Pt multiple 
oxide. By compound-izing such a base metal the endurance of a catalyst improves further. For example, X's instantiation of what 
contains Cu further by Ba mentions Ba4CuPt 209. Ba2Y2CuPt08. Ba2Y2Cu2PtO10. Ba3Y2Cu2PtO10 Bal 3Sr1 7Y2Cu2PtO10 
Ba2Ho2CuPt08. Ba2Ho2Cu2Pt010, Ba2Er2CuPt08. Ba3Er2Cu2PtO10, etc. 

[001 2] As for the thickness of Pt multiple oxide layer, it is desirable to be referred to as 0.05 micrometers or less, and especially its 
thing to consider as the thickness of primary particle order is desirable. If the thickness of Pt multiple oxide layer becomes thick, it is 
not desirable in order for sintering between the aggregated particles in Pt multiple oxide layer to arise. Since the number of Pt ion 
which exists in the specific surface area and the front face of a catalyst is proportional with the catalyst for emission gas purification 
of this invention, specific surface area will be desirable, so that it is large. In order to enlarge specific surface area, it is desirable to 
form thin film-like Pt multiple oxide layer in the front face using the detailed particle-like oxide support more than specific-surface- 
area of 1 5m 2/g, as described above. Thus, in order to form thin film-Hike Pt multiple oxide layer, the alkoxide method (sol-gel method) 
or vapor phase cracking can be used. 

[0013] So. by the manufacture approach of this invention for being stabilized and manufacturing the catalyst for emission gas 
purification of this invention, oxide support is mixed in the solution which dissolved the alkoxide which contains Pt first, and Pt multiple 
oxide layer is formed in an oxide carrier surface by hydrolyzing an alkoxide and subsequently calcinating. That is, by the manufacture 
approach of this invention. Pt multiple oxide layer is formed by the alkoxide method (sohgel method). By the alkoxide method, an oxide 
is formed by calcinating the oxide precursor which the alkoxide was dissolved in solvents, such as alcohol, it considered as the solution, 
and the oxide precursor which is a solid hydroxide was deposited by hydrolysis and aging, and subsequently deposited. Therefore, in the 
manufacture approach of this invention, the hydroxide formed of hydrolysis and aging deposits on the front face of the oxide support 
which lives together, and Pt multiple oxide is formed in the front face of particle-like support as a thin film-like Pt multiple oxide layer 
by calcinating it 

[0014] The thing same as oxide support used for the manufacture approach of this invention as the oxide support used for the catalyst 
for emission gas purification of this invention can be used, namely, a kind chosen from an alumina, a silica, a titania. a zirconia, Seria. a 
silica alumina, etc. — or two or more sorts can be mixed and used. However, these oxides may react with the alkaline earth metal in Pt 
multiple oxide, the structure of Pt multiple oxide may change, and catalytic activity may fall. Therefore, it is desirable to use the 
multiple oxide with which the oxide support itself contains alkaline earth metal. Since the reaction of support and Pt multiple oxide is 
controlled by this, the endurance of a catalyst improves further. 

[001 5] It is desirable to use the multiple oxide which consists of an alumina, a silica, a titania. a zirconia, Seria, a silica alumina, etc. 
alkaline earth metal, or a lanthanoids as such multiple oxide support The desirable percentage is X:M=1 at a mole ratio, when aluminum. 
Si Ti Zr. Ce. etc. are expressed with M and alkaline earth metal or a lanthanoids is expressed with X. : The range of 0 3-120 is 
desirable, and it is XM=1. : Especially the range of 0.5-1 :4 is desirable. 

[001 6] Although the specific surface area of oxide support is so desirable that it is high, an important thing is that specific surface area 
does not change before and behind durability. If specific surface area does not change before and behind durability, effectiveness about 
M 5m J with sufficient 2/g can be acquired moreover, as a solvent which dissolves an alkoxide. it is independent about various alcohol 
rt is although two or more kinds can be mixed and it can use, it is desirable to use the mixed solvent of the ether and alcohol A 
deposit of Pt acetylacetonato at the time of hydrolysis is controlled by this, and homogeneous gel is obtained In addition, according to 
the class and amount of the alkoxide to be used various selections of the class and mixing ratio of the ether and alcohol can be made 
L0017J the catalyst of obtained this invention — a law — it can pelletize by the method and practical use can be presented as a pellet 
catalyst Moreover, a coat can be carried out to honeycomb support base materials, such as cordierite and a product made from metal 
and practical use can also be presented as a monolithic catalyst And an oxidation catalyst a three way component catalyst the 
cajalyst for lean burn, the catalyst for diesels, and NOx It can use for applications, such as occlusion and a reduction type catalyst 

[Example] Hereafter, an example and the example of a comparison explain this invention concretely. 

/^SJino^ 2 ~ propano1 75g and 2-mrthoxy methanol 25g are mixed and it is about Sr (OC3H7J2 in this mixed solvent 1.1 87g Pt 
rXSS u' ?56g W3S supp,ie4 rt **md at 70 degrees c under the ring current for 12 hours, and the alkoxide solution was prepared 
L0Q19J On the other hand, 2-propanol 75g and 2-methoxy methanol 25g are mixed and it is marketing in this mixed solvent MgAI 204 

mII^ 06 " 3 ™ 3 40m2/fi) ,n additi0n ' 28 11 * was stirred - * heatod * 70 d *«re« C, and support dispersion liquid were prepared. 
Next the 70-degree C above-mentioned alkoxide solution was added into 70-degree C support dispersion liquid and it held at 70 
degrees C, and stirred under the ring current for 1 hour. There nickel(CH3COO)2.4H20 478g added, and it held at 70 degrees C, stirred 
under the nng current for further 1 hour, and considered as suspension. 

[0020] It is deioniied water, stirring the above-mentioned suspension furthermore. 0.208g was added gradually, and it held at 70 
degrees C. and stirred under the ring current for 5 hours, and hydrolysis and aging were performed, the obtained suspension — 
aspirator 100 degrees C - after cleaning - further - inside of N2 it degreases at 300 degrees C — it calcinated at 500 degree C for 
3 hours, and the catalyst powder of this example was obtained. To this catalyst and 20MgAI4 carrier surface It is thought that Pt 
multiple oxide layer expressed with Sr3NiPt06 is formed and constituted, and the amount of support of Pt is 1 .25 % of the weight 
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KSSlSS ^ e 2 ^ ropano1 ? 5 * an^8*oxy methanol 25g are mixed, and it is about^)C3H7)2 in this mixed solvent 1.582* 
Pt (C5H702)2 0.756* was supplied, it stored at 70 degrees C under the ring current for 12 hours, and the alkoxide solution was 
prepared On the other hand. 2-propanol 75g and 2-methoxy methanol 25g are mixed, and it is marketing in this mixed solvent MgAI 
204 (specific-surface-area 40m2/g) In addition. 28.77g was stirred, it heated at 70 degrees C. and support dispersion liquid were 
prepared. 

[0022] It is deionized water, stirring the above-mentioned suspension furthermore. 0.208g was added gradually and it held at 70 
degrees C, and stirred under the ring current for 5 hours, and hydrolysis and aging were performed, the obtained precipitate — 
aspirator 100 degrees C - after cleaning — further — inside of N2 it degreases at 300 degrees C — it calcinated at 500 degree C for 
3 hours, and the catatyst powder of this example was obtained To this catalyst and 20MgAI4 carrier surface It is thought that Pt 
multiple oxide layer expressed with Sr4Pt06 is formed and constituted, and the amount of support of Pt is 1 25 % of the weight 
[0023] (Example 1 of a comparison) a 31 3g dinitrodiammine Pt water solution (it contains 02% of the weight as Pt) — 20gamma- 
aluminum3 50g powder (specific-surface-area 180m2/g) — in addition, stirring, it is on a water bath and moisture is evaporated — 120 
degree C — one whole day and night — after desiccation and inside of atmospheric air It calcinated at 500 degrees C for 1 hour and 
the catalyst powder of the example 1 of a comparison was obtained. 

[0024] As for the catalyst of this example 1 of a comparison, Pt is considered to be supported by high distribution even inside the pore 
of 20gamma-alummum3 particle. 

(Example 2 of a comparison) 2-propanol 1 500g and 2-methoxy methanol 500g is mixed and it is about Sr (OC3H7)2 in this mixed 

S ° L^u!^ g ^iS^ 7 ° 2)2 15 ' 12g WaS SUPP,ied and * Stirred 31 70 degre6S C undar the ™« ^rrent *°r 1 2 hours. Further 9.56g 
n.ckeKCH3COO)2.4H20 was added, and it held at 70 degrees C, stirred under the ring current for 1 hour, and the alkoxide solution was 
prepared. 

[0025] Stirring this alkoxide solution, 4.1 6g of deionized water was added gradually, and it held at 70 degrees C. and stirred under the 
nng current for 5 hours, and hydrolysis and aging were performed, and the obtained precipitate — aspirator 100 degrees C — after 
cleaning - further - inside of N2 it degreases at 300 degrees C — it calcinates at 500 degree C for 3 hours - Pt multiple oxide 
powderexpressed with Sr3NiPt06 was prepared. Next, it is marketing to this Pt multiple oxide powder. MgAI 204 (specific-surface- 
area 40rn2/g) In addition, it often mixed with the mortar and 28J7g of catalyst powder of the example 2 of a comparison was obtained 
This catalyst and 20MgAI4 support Pt multiple oxide expressed with Sr3NiPt06 is mixed and constituted by homogeneity and the 
amount of support of Pt is 1 25 % of the weight 

[0026] (Example >3 of a comparison) 2-propanol 1500g and 2-methoxy methanol 500g is mixed and it is about Sr (OC3H7)2 in this mixed 
soh/ent 23.74g Pt (C5H702)2 15.12g was supplied, it stirred at 70 degrees C under the ring current for 12 hours, and the alkoxide 
solution was prepared Stirring this alkoxide solution, 4.1 6g of deionized water was added gradually, and it held at 70 degrees C and 
stirred under the nng current for 5 hours, and hydrolysis and aging were performed and the obtained precipitate — aspirator 1 00 
degrees C after cleaning - further - inside of N2 it degreases at 300 degrees C - it calcinates at 500 degree C for 3 hours - Pt 
multiple oxide powder expressed with Sr4Pt06 was prepared 

[0027] Next it is marketing to this Pt multiple oxide powder. MgAI 204 (specific-surface-area 40m2/g) In addition, it often mixed with 
the mortar and 28.77g of catalyst powder of the example 2 of a comparison was obtained This catalyst and 20MgAW support Pt 
mutople oxide expressed with Sr4Pt06 is mixed and constituted by homogeneity, and the amount of support of Pt is 1.25 % of the 
weight 

(Example 4 of a comparison) 2-propanol 1500g and 2-methoxy methanol 500g is mixed and it is about Sr (OC3H7)2 in this mixed 

^StSiiSS^!!^ ^ T l UPpBed aBd * Sti ' TOd * 70 d0greeS C Under * e rin * cum,nt 1 2 hours - Furth8r 
n.ckel(CH3COO)2.4H20 was added, and it held at 70 degrees C. stirred under the ring current for 1 hour, and the alkoxide solution was 
prepared. 

[0028] Stirring this alkoxide solution. 4.1 6g of deionized water was added gradually, and it held at 70 degrees C. and stirred under the 
nng current for 5 hours, and hydrolysis and aging were performed, and the obtained precipitate — aspirator 100 degrees C — after 
cleaning - further - inside of N2 it degreases at 300 degrees C - it calcinates at 500 degree C for 3 hours - Pt multiple oxide 
powder expressed wrth Sr3NiPt06 was prepared, and it considered as the cataVst powder of the example 4 of a comparison. 
SSSlS f "H* this catalyst and a Pt multiple oxide expressed with Sr3NiPt06. the amount of support of Pt is 1 .25 * of the weight 
10029J (Evaluaton tnal) About the catalyst of an example 1 . an example 2. the example 2 of a comparison, the example 3 of a 
comparison, and the example 4 of a comparison, while observing the particle with the scanning electron microscope, the element of the 
front face was analyzed by EDX. In addition. EDX analysis was performed on the conditions shown in Table 1 . 

[Table 1] 



ffigtE 


20.00 kV 




0.22 dA 


BGA 


3.63 keV, 8.50keV 




90.0 3 


xmmim 


30.0 & 




100 * 



Although the catalyst of examples 1 and 2 was uniform, two kinds of particles were observed by the catalyst of the examples 2 and 3 
or a comparison. 
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[0031] The EDX analysis result of the cBalyst of an example 2 is shown in drawing 3 . Witrnfrft'cataryst of an example 2, as shown in 
drawing 3 , Sr and Pt were detected in all front faces. On the other hand, as shown in drawing 4 , Sr and Pt were not detected at all on 
surface t most ] by the catalyst of the example 3 of a comparison. It is this part since Sr and Pt were detected by high concentration 
as the catalyst of the example 3 of a comparison was furthermore quantitatively shown in drawing 5 from the front face of few parts 
overwhelmingly. It is thought that it is the structure of Sr4Pt06. The phenomenon in which it was completely the same also in the case 
of the catalyst of an example 1 and the example 2 of a comparison was observed 

[0032] Wrth the catalyst of the example 2 of a comparison 20MgAI4 support Since it is clear that Pt multiple oxide of the shape of a 
particle expressed with Sr3NiPt06 is mixed to homogeneity, and is constituted As the above-mentioned analysis shows to drawing 1 
with the catalyst of an example 1, it is the shape of a particle. Pt multiple oxide layer 2 expressed with Sr3NiPt06 is formed in the 
whole surface of MgAI204 support 1 front face. With the catalyst of an example 2 On the whole surface of MgAI204 support 1 front 
face rt is clear that Pt multiple oxide layer 2 expressed with Sr4Pt06 is formed. In addition, it is at drawing 1 here. Although 20MgAI4 
support 1 was illustrated spherically typically, a front face may be an anomaly as long as it is a particle-like. 
[0033] Next with an ordinary temperature hydrostatic-pressure press (CIP). the catalyst of an example 1, an example 2, and the 
examples 1 -3 of a comparison was pulverized after pressurization, and was fabricated to the pellet type of 1 .0 to 1 .7 mm, respectively. 
Each acquired pellet catalyst has been arranged to durability test equipment, and durable processing of 10 hours was performed at 
1 000 degrees C in the durable model gas (what added S02 to A/F=1 6 fairly) shown in Table 1 . 

[0034] each pellet catalyst after durable processing the valuation modeDng gas (an equivalent for SUTOIKI) which arranges 2.0g to an 
ordinary pressure circulation type reactor, respectively, and is shown in Table 2 — 51 the flow rate for /— supplying — whenever 
[ catalyst floor temperature ] 500 degrees C. 450 degree C. 400 degree C, 350 degree C, and 300 degree C — and — The rate of 
purification in the steady state of C3H6 component in 250 degrees C and NO component was measured, respectively. In addition, the 
definition of the rate of purification is expressed with a degree type. The rate of purification = 100x {(concentration in the 
concentration-appearance gas in close gas) the concentration in /close gas] 
[0035] 
[Table 2] 
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From the obtained result the relation between whenever [ catalyst floor temperature ], and the rate of purification was plotted, 
respectively, and the temperature from which the rate of purification becomes 50% was searched for. A result is shown in Table 3. In 
addition, in Table 3, 50% purification temperature of C3H6 component is meant and 50% purification temperature of NO component is 
meant [ 50 / HC-7] in NO-T50. 
[0036] 
[Table 3] 
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Moreover, about the catalyst powder of the example 4 of a comparison, the same durable processing as the above was performed, and 
the specific surface area before and behind durable processing was measured Consequently, before durable processing, specific 
surface area fell [ what was the specific surface area of 40m2/g ] to about 1m2/g after durable processing, and sintering had arisen. 
Therefore, as shown in drawing 2 , in the catalyst of the example 2 only of a comparison which mixed Pt multiple oxide powder and 
particle-fike support powder, and the example 3 of a comparison, it is thought that sintering has arisen in Pt multiple oxide by the 
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durability test 




# 

[0037] And if an example 1 ts compared with the example 2 of a comparison so that more clearly than Table 3, the catalyst of an 
example 1 has both 50% purification temperature of C3H6 component and 50% purification temperature of NO component lower than 
the example 2 of a comparison, and it is excellent in the purification engine performance after durable processing, rf an example 2 is 
similarly compared with the example 3 of a comparison, the catalyst of an example 2 excels the example 3 of a comparison in the 
purification engine performance after durable processing. Furthermore, the catalyst of an example 1 and an example 2 excels the 
catalyst of the example 1 of a comparison in the purification engine performance after durable processing. 

L0038J That is, the catalyst of the example 1 manufactured by the manufacture approach of this invention and an example 2 shows the 
nigh purification engine performance compared with the catalyst of the example 2 of a comparison which mixed Pt multiple oxide 
powder and support powder, and the example 3 of a comparison, and this is considered that the catalyst of an example 1 and an 
example 2 is the effectiveness that sintering of Pt multiple oxide was controlled compared with the catalyst of the example 2 of a 
comparison, and the example 3 of a comparison. 
[0039] 



[Effect of the Invention] That is, according to the catalyst for emission gas purrfication of this invention, sintering of Pt can be 
controlled further, the high purification engine performance is discovered also after the durable processing heated at 1000 degrees C 
and it excels in thermal resistance extremely. Moreover, according to the manufacture approach of this invention, it is stabilized and ' 
the catalyst which has the above-mentioned outstanding thermal resistance can be manufactured certainly. 

[Translation done.] — 
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3 .In the drawings, any words are not translated. ; 




DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 

I?"!?* 11 * iS typi0al SeCti0nal ™" Sh0wing the stnicture rf cata, vst *>r emission gas purification of one example of this 
invention. 

[Drawing It is the explanatory view showing the device of sintering in the conventional cataVst for emission gas purification. 
r rwT i '* Chart ^ showin * u*»nMte analysis result on the front face of a catalyst of an example 2. 

L Drawing41 It is the EDX chart Fig. showing the ultimate analysis result of the front face which occupies most catalysts of the example 
o or a comparison. 

SP™^ 51 ***** EDX chart R 5- * c **\yst of the example 3 of a comparison showing the ultimate analysis result of the front 
tace of few parts overwhelmingly. 
[Description of Notations] 

1: 20MgAI4 support (particle-like support) 2 :P t multiple oxide layer 



[Translation done.] 
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[S&B] Ptosis ? y >?%-m®-?$ SMNM£«> 
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BEST AVAILABLE COFY 




(2) 



[§8#£2] fi£*tt*77u=i*2/ K«:#fcLfc*tt 

wt*a. 

[000 1] 
[000 2] 

5#3tf^iHJ8«iK:i4, M&£££LT6& (Pt) , 
B ^»A (Rh) , (Pd) ftJfOJteayjHt* 

bit, -*ibt&S#T^*-J- ( MA) 20 

S V ^ fe JxT V * 5o 4 I "C?t>Pt l±RhlCit-< 
TSJIRfttjMS^fcD, a^Pdfcfc^T»i*«ttSttfc 

[ooo3] Ac^pttt, aa^y—vsa**-?* 

ft, Ptos/^p^«rJMt-69Koin«||<*» 30 

[0 0 0 4] *C"C«iUilArt, *fc«MBB862-27715 
O^&S&KfcWT, ?tt7y*S4 K5c*XttT/u*J> 

fc«£iTv**. -ott^ic^nif, «*opt/Ai»ojst 

K^tt:^rPt(D^tiR^^t;^«i»JSfL5fcft, 3S 
l±tbftrB< ^otfcD, »MB62-277150*^«t 

BB*o»aE^v^rfc Qoottais^-ettxo^^ 

li. ioootSr«*.5J:5ftfll«-e<>Pt«)e/^y y^i 

[0 0 0 5] *it?*K*W#bll«ff«S:tTV\ » 
■¥10-358^«|^V^-C % Pt £ TjV* D ±m?t$X\* 
AM» 3 Afc5c**»fe»tfii3 1 2 S^±(?>5c* 




»BB¥ 1 1 -2 6 2 6 6 3 



2 

[0006] 

*5v*TPttt-friMI:Wc*)5e*o->y^ y 

[00 0 7] 

KfcS* LfcmftKfcff4HB£*a& U T/v=i 
[00 0 8] 

I£9l0att«>»ti] *»w*boiBtfcj:fttf, Pt® 
SMt»a#*ffiJc:*Bltt^ptffi^SWkftgS: 

[0009] iritbh*%m<o##z#{tM!imvi± % 
Mr * 9 tt?tt«>Pt«&HMt:tt t SKtsftSft t £ 
t<£9> Ptfc-MMfctt^S/y*!! y^»«4Ji5t 

ttfeffl^5rtdsa*U\ rJxI-iUSftifefifttPt 
[0 0 10] ^OJ:54**«k«a(t:fcLm T/w 

4U^««it(±, M-eAl.Si.Ti.Zr.CeftifSrftU 

JtTX:M=l : 0.3-1 :20O«H#»*L<, X: 
M=l : 0.5-1 : 4 OfcBtfWcff* LV>. 

[ooii] HWfc*fe*<Bft»B«tt»vM*4rasu* 




(3) 



3 



**«Jfc+5FMB*afc»4LTtt, WttfjaTofl;^ 

( 1 ) X«PtO, (X =Ca, Sr, Ba, Mg) 

( 2 ) X' Pt,0, (X' = Sc, U; Pr) 1 <DW&Sc, La, PrHy< 

(3) SrX"PtO. (X"=Co,Ni 1 Cu) Zfrhlt SrW 
Sr£ 1 tiBft tfc t><DT-*>5. 10 

(4) Ba^PtO, (Z =Pr,Ce) 

(5) Ba«YjPtiOiT.» 

*fc % -blSLfcPt«^»fl:ftt$t>^Cu f Ni, CO, Fe4 

<0 * 5 4*&JH Srg£fl;1- 5 Z t \z J: 0 % im<o9M£ 
#HlflLtrt. OTt.tfX^Ba-eSb^CuSr^lrl-St) 
0>fcBar1*&&, Ba^uPtA, Ba>Y,CuPt(fc , Ba,Y,Cu t 
PtOi«, BasYrfbPtOio, RaiiSr^YdCuiPtOio, Bajfot 
CuPtO,, BaiHo£u,PtO» ft , Ba,EnCuPtOk, BajEr£u,PtO 
nttZmifbtl*. 20 
[0012] Mg&mcMMOWZtii* 0. 05 ix mETF£ 

t» Pt^SfefL^S^co-^^T^v'^^^^^ 
*C5*5fc4*fcfc»$L<4i\> *««o*if^» 
tt!eoJt^sai:*ffitr#fe1-5Pt^^ 

«KU\ wOj:5fc*Bt«©Pt«^iM:ftlfejBdt 
[0 0 13] *£T*»B©«Mf*iHfc«aa*JS£l, 

;vz2^ y K«riD*^*Lft^T?«iai-5 ^ 4 let 9 @Hfc: 
Wfi**ffifcPta*Bfcfca*r#/SL-c^*> 1"4tet> 

ft) l-^^Ptfi'&BMkftSSr^Lrv^o T***tu 40 

LT»*£ U • KMC J: 9 B*o*Mfcft;ft^ 

U ^iiSrfefcf 5 i 1 9 ft««afc«l*tt?:R& 
[0 0 14] **«©B3S*ttliffl^bJx5IM:»fi# 




ftffiW- 11-262663 



4 

fciwa«>fe«>«:/Hi*sr f4fe*?r^5 

t^m^mm^Ttvi) y ijg&mt&jsu pt«£ 

tra^afcatfii^ijsBSU*. rtifciUfi* 
[0015]:^9 4*«Bfctt&{t£ LTtt, 7* 

-•^ S'J*, ^*=t\ ^/i/3=r, -fey 7, s/y* 

- T/v $ ^4 ff 4 7/v# y ±SS4feRXH ?v*J4 K5E 
*U*HWfc*tt* MmSi f Ti,Zr,Ce4£**U XT? 

ttrC?X:M=l : 0.3-1 : 20O«iM*ff*L< , X: 
M=l : 0.5-1 : 4 0ttBBtf#tC#£ U\ 

[0016] IM:4bfi#ojt*iBa»±*vMaifa*tv^ 
s^4r t \*mtKito'&'?itummtf£faL%^z t 

■C*>5-. a^tt«Wt«ffi«#£fcL4tt*Ltf, ISmVg 
a*"et+»4»*Sr»i^ti«t?t5. *fc7/V3* 

-tvu 4 7/u a -/u*> 1 ^wir^I^l 

frtiUWMZti* *&St4^d5#^ti<5o 4Ja*— 

[0017] ^bix^*«Wott!Si± % 
Kfi-ica- f t*/ y LT»»fc|fe1-8 * t 

a. f-r-if^aa* No B «a-a5caaa4if<o« 

[0018] 

laam ht, aaa&vitttMr:j:9*aa«ju» 

(Hftftll) 2-/n/V- /W5g 2-^ 
/-^25g»BfrU w©a^aa*fcSr(0CA)»t" 
l.'l87gfc Pt(GHA)»Sr 0.756g^ALT, ^zSTT*7 
0t"C12»Ba»tTT^a*3/ K*»S:aaLfc. 

[0 0 191 2-yn/</-/U75g t 2-* 

v/^^/-/w25gS:^L, woa^«ai>K:?uao M 

gAlA (*k*B5a40B l /g) fc 28.77giDx.Tffi^L. 

TotwaatTfiw^aasraaufc. ^icto^^s* 

5^^1 3 ii70 , Co±i2r/v=i^^ Kaasriot, 70t:n 

•4H<os: 478 g a* u 7(rt:«r«»bTaBT-csbic 



^ (4) 

[0020] $&ic±ena«trtt*uft^&« ia-r^ 

^* 0. 208 g icftM U 70tt::&# LTSMT-C 

■cibbl, soot:-c3^ra«^LT, xmrnmntetm 

3fc£^fco n<D&J£tt, MgAlAfifrSffilC SnNiPtfc 
X&£ft$ tfSjft $ ft X mf& 4 ft X I 

fc%;t^ft> Ptoa»fttti.25**%-e*s. 

[002 1] (HIS0J2) 2-7D/V-*75g4 2-r 10 
^ h*^*/-*25g*flte»U rofi^SJtffcSr 
(OCA)* 1.582 gt Pt(CA0t),£ 0. 756 g SAL 
t\ »SIET-C70 , C-ei2»IB«»bTT^=i*5/K»«S: 
SSSlLfc, 2-^n/</-yW5gi:2-^ h**> 

^^/-/U25gSrJS^U w<Dfi^8flE*«citJfiRO MgA 

1.0, (ItSflMfcOa'/g) * 28.77gAD*Tffi#L, 70 

[00 2 2] Sfefc±eB»R«r«#L4#fe, 
V* 0.208gfrffe*fc«||IL, 70 < C^^L-CS^TT 
5*Ba»U ■ »*trfTofc. #fcftfcttig 20 

**r*iru- fizx ioot:-eMi^$biwNi^ 3oot 
t?jBusu 5oot:-e3^ra^*LT, tfmmvtum 

3e <* ft S WB&mdtoM MWl £ ft x&jS £ ft x v * 5 k 

%z.bh, s ptoa»*i±i.25a»%t?*)5. 

[0023] UfcftMl) 313 g 05?= ho^TVS >-p 
tTK^fK (Pt£LX 0.2S&%£*>) K5Og<0y - AliO 

(Jtftsa iBOm 1 / g) fcuojtx, tmvbtfb 

■HiT 500t? 1 B#fi8£fi£ Litmi 1 Oflfettft*** 30 
[0 0 2 4] Z<Olt&m<0!m^ y- AlAfe^O 

a. 

(tt$fc0!l2) 2-:/n/V-/H500g£ 2-> 
*/-/U 500g*iI£U w<OS^jS*^Sr(0CA), 
£ 31.64g£ Pt(WM>j,*r 15. 12 g SALT, m$LT 
■C70«C-<?12I*IB8I» Lfco $ b\Z Ni (CH,C00), • 4IW>£ 
9.56g«toU 70riCft»LTSatT-eiftR|«#L-C 
3 * > mm Sf UK Lfco 40 

[0 0 2 5] ZOT*=***sm&*miL*tfb* Jffi 
>f*ioJc4.i6gfe|fc*fcWiOL, 70t:irffi^LTg5ET 

ftfcttJMMrT;** f-^KT lOOt^KBftSfefcfo 
* 300«C?|iU&L, 500t;?3B«H*SLT, SnNiPt 
^T«*n6K«-fr»ft»»*SrMI[Lfc. ftfc, CO 
Pta-&Wk«M»*^i1i|R© MgAl«0 4 Ot^E^Om'/ 
g) Sr 28.77 g *D &ftX£<«£LXftfe0lj2Ott 
fil»*«r»fc. MgAl,0,*§fc<b Sr^iPtO, 

T* 4 ft SPt»g«ft;tt t tfJS-fcS^ $ ftxftf* $ 50 




#0B¥l 1-2 6 2 6 6 3 



6 

ft, Ptog}$giii.25SS%-efci e 

[0 0 2 6] Ottfc0!l3) 2-^n/V-/H500gi:2 
h*>^*,>-vu 500g&*g£U CO^ttl 3 
KSHOCA).* 23.74gt Pt(GHi0»),fc 15.12gSA 
LX, «BtT-C70t:-ei2ttMa#LTr/l/3-*5/K»tt 
*8fl»Lfc 0 COT/W3*S/K»«fcft#L4^e>, IK, 
4*^*4. 16 gfctft*fcWniL, 7tfCfc«#LT8BtT 

ixfcajMfcSrT^tfu—^lc-c lOtfC-CKBttSfefcNi 
t SOOt-CKBL, 500tt?3*IBM«Lr, Sr«PtQ, 

[0 0 2 7] fcfc, ^OPt«^«Hb«tt^tt]EO MgA 
lA (Jt*B«40Bp/g) £ 28. 77gJtlD^, 9L&X£< 

LX*ttfc$? 2 <0&m*Z'&1t 9 Z<ntiH&t±, MgA 
lAfi^fc SnPt0bTSSti-5Ptfi^iWk«lt^*&-lC 
R£Sftt«jft*Jt % Ptoa»*ttl.25«*%"t?*>5. 

(tfc»W4) 2-rn/</— /H500gt 2-^ K*^^ 
^y-/W 500g«:S^L, r©RdWttKlSr(OCA). 
S: 31.64gi Pt(CftOk)t* 15.12gSALT, ^gtT 

x70t:-ei2^raa»Lfc o $e>t NKawxxw.^os: 

9.56g^IDL. 70 f CICfly*LT«atTTMB*|Blf»LT 
T/u=i^^KSffiSrSf9«Lfco 

[0 0 2 8] r©T/Wa*^K»«fc8H*Lft*6 % Jffi 

-Y*^*4.i6gSrtfe-*^aamL, 7ot:jwft^Lr^jST 

ttfcttKttSrr^tu-^icT lOtfCTftl!i**e>l^ 
«t> 300 ( CTKHL % 500 < CX3^ra^LT > Sr,NiPt 
0|-e*SJx5Pt«'&»ft*»*S:WBL. it»0ij4O^ 
S£&*tLfc«» wtDteaElt, Sr^iPtO,T-^$H5Pt^ 
^IMb»0*^b«*Sil, PtOfi»ftttl.25fifi%-e 

[0029] (IMKIO H16«l, H16W2, ft:K« 
2. *tt««3at;Jt««4 0»ttfco^T. 
^MS^P^Tm^'t- 5ttt,tEDXlcj:o-ct 

[003 0] 
[*1] 





20.00 kV 




0.22 nA 




3.63 keV, 8.50keV 




90.0 & 




30.0 a 




100 V> 



num. 2<of&mm-xh^ittK it««2, 30 

[003 1 ] Jtll«2 0«MKOEDX»W3B*S:H3»C 



(5) 



11-262663 



5fcSrtPt^»ai*T»«iH$lifcCt^6> % C^S^tt 
SrJ>t0,O»gTfc*£%;Lfeft5 o JHMlfcJttM 

[0032] JtKM 2 ©*HK-CM; IbAlA&tt J: Sr«Ni 

J: 9 l ommvtt, 0 1 teiicf J: 5 KfW-tt© 
MgAlA&ft l *BBO^ffifcSrJliPtO.-e*$n5Pttt 

4maMM2#»&zti. xmmznMMttt MgAi,a 

£*l$ffi<D£ffiti: SnPt0bT*4Ji5PtH^IWfc*JB 



10 



* (003 3] we, xmi, mm2Rxfttmi'~ 
$<»Wki*ft?ti%mto*E.7\'X (cip) iuot 

Jfl£Ett»»U 1.0- L7nni©^Usf K*t^J*»tfc, 

U & 1 fcqrjlBA^^/lotf* (A/F=16ft^iC SOt 
*MZtth<r» *KTl000t;TM0B*ffi©HA&g£fTo 

[0 0 3 4] KA&S&O&^L^ 2.0g£^*l, 

tr. soot, 45ot, 400*0, ssot:, 

3oot&tf 2sot:t*5it5CA«»tNOdi»o3E»*(B 

5£-c^£ix5 0 }M:¥= ioox { (A#**o£g-tii 
/A#**o8£} 

[0035] 
[£2] 





o, 

CO 


00 

05) 


CD 


TO 

oo 


Cfc 

CD 


EtO 
<*) 


ISO. 
(dps) 






1.50 


0.10 


0.057 


0.25 


14.5 


10 


so 


5sctn> 


MR?*** 


0.30 


0.20 


0.067 


0.20 


14.5 


10 




as 



Wi^b^M,, iM:*tf50%&45ffl*«:*«>fc o & 

#<D50%jMtf&eS:£* U N0-T w £ ttW0jS#<D50%$ 

[0036] 
1^3] 



30 





tSsjtt&UtL 


HC-T 60 


NO-Tbo 




Sr.NiPtOj/MgAUO* 


ssnc 


393t: 






352"C 


410C 


sum i 


Pt/A1,Q> 


389t; 


42VC 


mm 2 


SriNiPtfc +1641,0, 


350*C 


413^ 


mm 3 


SnPQ, +HgAltOi 


374t 


446T: 



40 



*fcJttt«4©»|tft3felc:ov^-c, ±EfcB«<DRAJfi 

B^aatKtjtsffia^im'/gt-cfiTu 

^*9^#ftDTV^ Lfc^o-C02lC^1"J:5 50 



pt«*«<iA»*tit^*a«a*i:t»^tfcK 

lw J: 9 Pt*^8Mfc* fc > ^ y y c-o * * b % *. 

[oo3 7] zi,x&3£>)mt>fr*£i\z* mmmi 
b torn 2 titiM-5 1 , n^w i ^mto^ffiaa 
ft<Dso%mffi^mo&&<oso%ffltm&& b i>iztt 

*W2Jt9*<, BA^S^(D?HLtttgi-®^TV>5o 
[0 0 3 8] -t-fcfe*,, 

Jxfc^«WlSVSI»W2o«J£^ ft«4Bfl:tM0£ 

^Tfcv^jWUMBfc^u -it»5l««lXlf*lM(2 
^ftfe&ttttefll 2 & it&M 3 <Dimtlt'<XPt&£& 

[0 0 3 9] 

*itf. Pt*>*»^y ^^«r-JntM-c«« lOOOt-eJBUft 



(6) 



11-262663 
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[02] &*0#ifxMMim\z.&\tZ*s>fi D 
[03 J ^W2^g£^®07c^^S^-rED* 
Ml] 

r2 p t p t 



10 



[04 J ltKM3 0tttto*«^«r£»s>5*9<0%*^ 
Ifffe* £^1" E D X * - b 0 Tfe 5o 

[«H§-tf>K0!] 

1 : MgAhO^S* . 2 : FtftMMttUI 

[02] 



1M«AttOi &{* 





as 



(03] 



104) 



AUFS50O>irt>h 



A 


















































C 












ji 








Pt 


I 


□ 










< 0.00 


020- 10.23> 


< 0.00 








020 10.23> 



[05] 





.1 






























Sr 






pt 



< 0. 00 "* ~~ 020 10. 23 > 
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